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ABSTRACTED- PUB-NO: EP 580531A 
BASIC- ABSTRACT: 

The carrier for a tufted material, to hold and anchor the 

tufts, is an unsized 

material which is virtually stable in normal use. It is 
composed of glass 

fibres, where a large number are cladded with a polymer to 
give an impregnated 

glass yarn to protect the glass fibres from mutual contact 
and from the 

movement of the tufting needles. 

Before treatment with the polymer, the glass fibre material 



weight is at least 

100 g/m2 with, at 100 g/m2, at least 12 glass fibre warps 
and wefts per cm- . 

The warps and wefts can have the same or different 

thicknesses, at at least 34 

tex. . Where the material weight is about 160 g/m2, apart 
from the polymer, the 

warp/weft thickness is 68 tex or more. With an uncoated 
fabric weight of 210 

g/m2, using warps and wefts of 68 tex or more, the glass 
fibre warps are at 

17.5 per cm or more, with wefts at 12,5 per cm or more. A 
300 g/m2 material 

uses glass fibres in a yarn thickness of 136 tex, with 9 

warps per cm and 13 

wefts per cm. A 160 g/m2 material has 4800 glass filaments 
or more per cm in 

the warps and wefts, and a 210 g/m2 fabric has 7000 glass 

filaments per cm in 

the warps and 4800 glass filaments per cm in the wefts. 

USE/ADVANTAGE - The material is for mfg. fitted tufted 
floor coverings. The 

structure gives a long life for a carpeting which does not 
distort and resists 

the mechanical damage which could result from the tufting 
action. 

ABSTRACTED- PUB -NO: EP 580531B 
EQUIVALENT-ABSTRACTS : 

Tuft support into which the threads that are to form the 
tufted carpeting 

wearing surface are inserted, characterised in that it is 
made up of a weave, 

the oiling of which has been kept, which is practically 
non-deformable in 

normal conditions of use, and made up of glass fibre yarns 
impregnated with a 

polymer to coat a large number of the filaments that make 
up each glass fibre 

yarn and so considerably restrict, during the tufting 
process, direct contact 

between, on the one hand, the yarns that form the glass 
weave and, on the other 

hand, tufting loom needles and the threads used to produce 
the wearing surface. 
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